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Resume 

Basic 

WO8908467 A The patch, for use in visceral surgery, is made from a biomaterial comprising two superimposed layers of a 
collagen which are joined closely together, e.g. one porous layer of a fibrous collagen and a film layer of a collagen or 
gelatine. The density of the patch should not be greater than 8 mg/cm2< and the porous layer and film can have densities of 
2 and 1 mg/cm2 respectively. 

The patch can be made, for example, by pouring a solution of the film collagen onto a fibrous layer of the appropriate shape, 
allowing it to become at least partially impregnated. The fibrous layer can be made from a collagen of human origin, 
comprising some 2 - hu 30 per cent collagen in its dry state and a thickness of 100 microns to 8 mm, while the film layer is 
preferably 10-50 microns thick. 

ADVANTAGE - Improved repair of visceral tubes after damage. 
Equiv. Europ. 

EP-357755 B A visceral surgery patch, characterised in that it is made from a biomaterial made up of two superimposed and 
intimately associated layers of non-cured collagen and/or of collagen which has been cured by periodic oxidation, that is to 
say a porous layer of fibrous collagen obtained from a collagen preparation which is freeze-dried or treated with aceton for 
providing a compress which is packed down, and a collagen and/or gelatin film. (Dwg.0/0) 
Equiv. US 

US5201745 A The visceral surgery patch has a first biodegradable layer forming a film selected from the group consisting of 
a biodegradable collagen, gelatin and mixtures. A second biodegradable porous layer is of fibrous biodegradable collagen. 
The first and second biodegradable layers are directly superimposed and the first biodegradable layer at least partially 
impregnating the second biodegradable layer. The patch having a density of at most 8 mg/cm squared. ADVANTAGE - 
Allows improved healing of visceral surgery. (Dwg.0/0) 
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(54) Patch de chirurgie viscerale. 
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(5^) La presente invention a trait a un patch de chirurgie 

visc6rale realise a psrtir d'uh biomateriau forme de deux t: - • ; - t 

couches de collagene superposees et associees inttmement a 

savoir une couche poreuse collable 'de collagene ftbreux etun *" ~ . 

film de coltagene et/ou,de,g6latine. 
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